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of clear water, which enters at the apex of the box (spitzluitel) in greater quantity than can be discharged by the outflow near the same spot, so that there is an upward current of water into the box. The result is that no muddy water is discharged below, but only the particles of ore which have weight
Fig. 120.—Caldeoott's Hydraulic Cone Classifier, with Diaphragm.
1 There seems to be some difficulty in. the definition of spitzlutten. Richards (Ore £>r€sstnff, p. 4*21) states that the word signifies a pointed tube, and that Rittinger used it in this sense. "Lutte," ho^verj appears to mean a "gutter in which gold is washed." It is certainly convenient to limit the use of the word spitzlutten to pointed boxes with an ascending current of clear water, and spitzkasten to boxes without such a current,he discharge pipe for the pulp is at the bottom of the box. A contracted orifice is liable to be choked up, and
